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AB Odorless latexes contained activated carbon [7440-44-0] . For 

example, a composition from 50% carboxylated SBR latex 100, a 20% nonionic 
surfactant solution 0.5, 20% Ca pyrophosphate 0.75, CaC03 200, antioxidant 1, 
50% ZnO dispersion 2, activated carbon 8, Ti02 0.5, defoamer 0.1, 
antiseptic 0.02, and 35% aqueous Na polyacrylate 1.5 parts was coated to 1.5 
kg/cm2 on a tufted carpet, overlaid with jute, and heated at 
140° for 10 min to give odorless backing. 



